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Description 

[0001] This invention relates to a liquid crystal display device and production method thereof. 
[0002] A liquid crystal display device has been utilized not only for mobile application such as notebook type personal 
5 computers and portable Information terminals but also for desktop type computers and television monitors to satisfy 
social requirements for space saving and energy saving. Performance of the liquid crystal display device has been 
drawn into comparison with that of CRT monitors. Development has been made to improve performance of the liquid 
crystal display device to the level of performance of the CRT monitors. 

[0003] The CRT monitor makes use of light emission of a fluorescent material and has low angle dependence. Its 
10 viewing angle Is wide. On the other hand, the liquid crystal display device electrically controls alignment directions of 

the liquid crystal molecules when the rays of light from a light source transmit through a liquid crystal layer to change 

a transmission and to display images. Even though contrast in a vertical direction to a screen can be satisfied, the 

liquid crystal display device has large viewing angle dependence such that contrast is small when viewed from an 

oblique direction and chromatic inversion develops. 
15 [0004] For example, a Gquid crystal display device of a twisted nematic (TN) mode, in which molecules of a liquid 

crystal material having positive dielectric anisotropy is arranged horizontally to a substrate surface and is twisted 90 

degrees between opposing substrates, has been widely utilized as a liquid crystal display (LCD) using an active matrix. 

Trie greatest drawback of this TN mode LCD is that the viewing angle is small. Various studies have therefore been 

made to Improve this viewing angle characteristic. 
20 [0005] For example, an MVA (Multi-domain Vertical Alignment) mode is known that divides one pixel into multiple 

domains and disperses the alignment direction for each domain to enlarge the viewing angle of one pixel as a whole. 

[0006] Fig. 3 of the accompanying drawings is a conceptual view of the MVA mode liquid crystal display device. 

Reference numerals 21 and 22 denote upper and lower glass substrates. Reference numerals 61 and 62 denote 

protrusive structures formed on these substrates, respectively. Reference numeral 5 denotes liquid crystal molecules. 
25 Besides these members, the liquid crystal tfsplay further includes transparent electrodes, alignment films, thirrfilmtran- 

sistors (TFT), phase difference films, and the like, that are not shown in the drawing. 

[0007] When a liquid crystal material having negative dielectric anisotropy Is sealed between two glass substrates, 
the liquid crystal molecules are aligned substantially vertically by the force of regulation of the alignment film. Pixel 
electrodes connected to TFT are formed on one of the glass substrates, and a common electrode is formed on the 
30 other glass substrate. The protrusive structures are alternately arranged on the pixel electrodes and on the common 
electrode. 

[0008] When the TFT is in the OFF state, the liquid crystal molecules in the gap region between the protrusive 
structures are aligned substantially in the vertical direction to the Interfaces of the substrates, and the Gquid crystal 
molecules In the proximity of each protrusive structure are aligned in the direction vertical to the slope of the protrusive 
35 structure. 

[0009] When the TFT is switched to the OFF state, an electric field Is applied to the liquid crystal, and the liquid 
crystal molecules are about to turn down from the cfirection vertical to the substrate. Due to the Inclination of the 
protrusive structures, however, the liquid crystal molecules are regulated to the turn-down direction of the liquid crystal 
molecules that have turned down from the beginning, so that inclination propagates to the liquid crystal molecules In 
<0 the gap region. 

[0010] Fig. 4 of the accompanying drawings shows the inclining direction of the liquid crystal molecules inside one 
pixel of the MVA mode liquid crystal display device. Reference numerals 61 and 62 denote the protrusive structures 
disposed on the upper and lower substrates. Reference numeral 7 denotes pixel electrodes disposed on the lower 
substrate. Each pixel is divided Into three longitudinally elongated regions of red, green and blue. The directions of the 

4 * protrusive structures 61 and 62 are bent 90 degrees inside each pixel. 

[001 1] I n the structure shown in this example, the gap region of the protrusive structures disposed on the upper and 
lower substrates is divided into four domains A, B, C and D. The alignment directions of the liquid crystal molecules 
In each domain are mutually different by 90 degrees. In the MVA mode liquid crystal display device, the liquid crystal 
molecules are aligned In a plurality of directions when the TFT isswitched to the OFF state as described above . There- 

50 fore, the viewing angle can be broadened. 

[001 2] The MVA mode liquid crystal display device has a problem in that its response at a half tone is relatively slow. 
In the MVA mode, the protrusive structures and the slits formed on the substrate surface regulate the inclining alignment 
of the liquid crystal molecules. Therefore, the switching operation of the liquid crystal molecules is conducted in the 
form of a propagation process of inclining alignment of the liquid crystal molecules from near the structures to the gap 

fffi portions. 

[0013] Fig. 5 of the accompanying drawings shows the mode of propagation of the inclination of the liquid crystal 
molecules having negative dielectric anisotropy. Reference numeral 6 In the drawing denotes the protrusive structure, 
and the other reference numerals have the same meaning as those shown in Fig. 3. The upper part of this drawing 
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shows the Initial alignment condition of the liquid crystal molecules. The lower part of this drawing shows the state after 
the passage of a predetermined time from the timing at which a voltage is applied step-wise to the members 2 1 and 22. 
[0014] At first, the liquid crystal molecules near the protrusive structure are subjected to the influence of the voltage 
chan ge, and their tDt angle becomes great Because of this change, the liquid crystal molecules that do not keep contact 

* with the protrusive structure and exist In the proximity of the Inclined liquid crystal molecules are turned down, and this 
Inclination sequentially propagates. The solid line In the drawing represents the Inclination state at the final stage . The 
dotted line represents the halftone with application of a small voltage. Since the force of regulation by the electric field 
Is small too, a long time is necessary before propagation to the liquid crystal molecules of the whole region is complete. 
This is the main reason why the response of the MVA mode at the halftone Is slow. 

10 [001 5] Accordingly, rt Is desirable to provide a liquid crystal display device, In particular the MVA mode liquid crystal 
display device, exhibiting high-speed response characteristics in all the gradations by simultaneously inclining the 
alignment of the liquid crystal molecules throughout ail the display regions at the time of the switching operation, and 
improving the response of the liquid crystal molecules to the electric field. 

[001 6] According to an embodiment of the present Invention there is provided a liquid crystal display device which 
13 comprises a pair of substrates including a first substrate having pixel electrodes, active devices and an alignment film, 
and a second substrate having an opposing electrode and an alignment film; and a liquid crystal layer containing 
nematto liquid crystal molecules and a cu red-product formed three-dimensional ty of a composition having a liquid 
crystal skeletal structure, and sandwiched between the pair of substrates, "wherein deformation off the liquid crystal 
layer is at least spray deformation or bend deformation. 
20 [0017] Reference will now be made, by way of example, to the accompanying drawings, in which: 

Fig. 1 shows an alignment direction of liquid crystal molecules In an embodiment of the present invention; 
Fig. 2 shows formation of a photo-cured product 

Fig. 3 (es described above) is a conceptual view of an MVA mode liquid crystal display device; 
25 Fig. 4 (es described above) shows a tilt direction of liquid crystal molecules; 

Fig. 5 (as described above) shows inclination propagation of liquid crystal molecules; 

Fig. 6 shows dependence of the response time on a monomer addition amount; 

Fig . 7 shows dependence of the contrast on a monomer addition amount; and 

Fig. 8 shows a change off response time depending on existence/absence of twist deformation. 

30 

[0018] Fig. 1 shows schematically the principle of an embodiment of the present Invention, in the drawing, reference 
numeral 1 denotes glass substrates. Reference numeral 2 denotes electrodes. Reference numeral 3 denotes alignment 
films. Reference numeral 51 denotes a mean major axis direction of all liquid crystal molecules. Reference numerals 
52 and 53 denote the major axis direction of the liquid crystal molecules regulated by the alignment films 3 in the 
35 proximity of the surfaces of the first and second glass substrates. Reference mineral 54 represents a mean polar angle 
direction of the liquid crystal skeletal structures. When the liquid crystal molecides receive only the force of regulation 
of the alignment film, all the liquid crystal molecules align on average In a direction that Is the average of two pre-tftt 
angles. 

[001 91 When the liquid crystal skeletal structure is added, however, the combined force of the force of regulation of 
4 o the alignment fflm and the force of regulation of the liquid crystal skeletal structure operates with the result that the 
liquid crystal molecules are inclined. At this time, the liquid crystal molecules are inclined within the range represented 
by slant lines at the time when no volt age is applied. The degree of this inclination can be arbitrarily changed by means 
of the proportion of the liquid crystal skeletal structure to the liquid crystal and the size of the tit angle of the liquid 
crystal skeletal structure. 

45 [0020] At this time, the force that operates to incline the liquid crystal molecules to the alignment direction of the 
liqudd crystal skeletal structure exists. Therefore, switching at a speed higher than that In the state where the liquid 
crystal molecules are inclined and aligned on the interface such as by rubbing means becomes possible. 
[0021] When the attraction force of the liquid crystal skeletal structure to the Bquid crystal molecules is excessively 
strong, however, the liquid crystal molecules are aligned In the same direction as the liquid crystal skeletal structure 

so and restriction off the inclination at the time of the voltage application becomes so great that characteristics (such as 
the contrast ratio) are lowered, on the contrary. 

[0022] In other words, when a mean tilt angle between the liquid crystal skeletal structure and the glass substrate 
surface In the polar angle direction is a, one of the pre-tilt angles of the liquid crystal molecules on the upper and lower 
substrate surfaces Is pi and the other is p2, the mean Hit angle of the liquid crystal molecules is e. The following relation 
is satisfied: 

when no-voltage is applied; and 

(1) When dielectric anlsotropy off liquid crystal molecule is negative: 
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cc < e < (01 + p2)/2 

(2) When dielectric aniaotropy of liquid crystal molecule is positive: 

<p1 + 02)/2 < 9 < a 

For example, the range is represented by slant line of "without application of voltage 0 in Fig. 1 when dielectric 
anisotropy Is negative. From the aspects of viewing angle characteristics and response characteristics, it is very 
Important that deformation of the liquid crystal layer during driving is primarily the mode utilizing spray or bent 

At this time, the following condition may be considered. Namely, when a concentration of a photo-cured product 
of a photo-curing composition having a liquid crystal skeletal structure in the liquid crystal layer is from 0.3 to 3 
wt%, a voltage above a threshold voltage is applied to the liquid crystal layer and the tilt angle of the liquid crystal 
skeletal structure is fixed while the rays of light are being irradiated under the state where the liquid crystal layer 
is deformed. It is preferred in this case to align the liquid crystal molecules and the liquid crystal skeletal structures 
so as to satisfy the following relation: 

(3) When dielectric anisotropy of liquid crystal molecule Is negative: 

<p1 + P2V2-9 <6-a 

(4) When dielectric anisotropy of liqiid crystal molecule is positive: 

0-(pi +p2)/2<ct-e 

[0023] For example, the range is represented by the slant line of "with application of voltage" in Fig. 1 when Dielectric 
anisotropy is negative. The concentration of the photo-cured product of the photo-curing composition having the liquid 
crystal skeletal structure is preferably from 0.3 to 3 wt%, most preferably from 1.0 to 2.0 wt%. 
[0024] Incidentally, in an embodiment of the present Invention, the initial inclination is applied not only to the substrate 
interface but also to the whole bulk of the liquid crystal layer, and the inclination can be controlled to an arbitrary tilt 
angle . Therefore, an embodiment of the present invention can improve a system that applies alignment control such 
as rubbing. 

[0025] The inventor of this invention has found that a drastic improvement of the response speed by simultaneous 
inclination of the whole surface can be accomplished by forming the photo-cured product of the photo-curing compo- 
sition having the skeletal structure in the liquid crystal layer in the state where the liquid crystal skeletal structure is 
inclined to the substrates. 

[0028] In the liquid crystal display device according to this embodiment, 0.3 to 3 wt% of a photo-curing composition 
having a liquid crystal skeletal structure is added to a nematic liquid crystal layer, and photo-polymerization is carried 
out to form a photo-cured product while the liquid crystal skeletal structure is kept inclined in a predetermined direction. 
Deformation of the liquid crystal layer is limited to spray deformation or bend deformation. 

[0027] In the present embodiment, the liquid crystal skeletal structure imparts a predetermined alignment tilt angle 
to the liquid crystal molecules In the proximity thereof . Therefore, when a display signal voltage is applied to the liquid 
crystal layer, the alignment directions are simultaneously aligned throughout the Hill surface, and the response time 
can be improved. 

[0028] In the liquid crystal display device according to this embodiment, substrates for constituting an MVA mode 
liquid crystal display device have a construction in which transparent pixel electrodes having protrusive structures or 
slits are formed on the surface of at least one of the substrates, alignment control layers for aligning the major axis 
direction of the liquid crystal molecules substantially vertically to the substrate surface are disposed on the surface of 
at least one of the substrates, and at least one of the alignment control layers is not subjected to alignment treatment. 
[0020] The liquid crystal display device according to the embodiment stipulates a substrate structure for controlling 
the liquid crystal layer. 

[0030] A production method of a liquid crystal display device according to an embodiment of the present invention 
stipulates the concentration of the photo-curing composition so that the major axis direction of the liquid crystal mole- 
cules contained in the liquid crystal layer satisfies the following relation with a pro-tilt direction and a polar angle direction 
of the liquid crystal skeletal structure as other parameters. In other words, when the voltage applied to the Dquid crystal 
layerlsOV: 



EP1 170 626 A2 



10 



15 



When dielectric anlsotropy of liquid crystal molecules Is negative: 

o < 9 < (p1 + p2)/2 
When dielectric anlsotropy of liquid crystal molecule is positive: 

(p1 + p2)/2 < e < a 

[0031] Further, when the voltage la applied, there are the following two cases: 
When dielectric anlsotropy of liquid crystal molecule is negative: 

(p1 + 02V2-9<e-a 

When dielectric anlsotropy of liquid crystal molecule Is positive: 

20 e-(pi + p2y2<a-e 

[0032] An embodiment of the present Invention stipulates the condition for determining the concentration of the photo- 
curing composition so that the tilt angle of the liquid crystal skeletal structures and the tilt angle of the liquid crystal 
25 molecules, that varies depending on the amount of the liquid crystal skeletal structures, fell within a predetermined 
range, and improves the response speed of the liquid crystal molecules throughout the whole display region. 

[Example] 

30 [0033] To improve the response speed in the MVA mode, it is necessary to make the time required for the propagation 
of the inclination zero and to simultaneously incline the whole surface of the display region. To accomplish this simul- 
taneous inclination of the whole surface, It is extremely effective to keep the liquid crystal molecules inclined relative 
to the substrate interface throughout the whole surface when no voltage is applied. However, no concrete means 
applicable to the MVA mode has been clarified to this date. 

35 [0034] As a result of intensive trials, it has been found that drastic improvement of the response speed by simulta- 
neous incl nation of the whole surface can be accomplished by forming a photo-cured product of a photo-curing com- 
position having a liquid crystal skeletal structure in a liquid crystal layer in the state where the liquid crystal skeletal 
structure Is inclined relative to the substrates. 

[0035] Fig. 2 shows a mode of formation of a photo-cured product Reference numeral 4 in the drawing denotes an 
40 electric field generated by a voltage applied to a liquid crystal. Reference numeral 5 denotes liquid crystal molecules. 
Reference numeral 6 denotes a liquid crystal monomer. Reference numeral 9 denotes a main chain. Reference numeral 
10 denotes ultra violet rays. Reference numeral 55 denotes a liquid crystal skeletal structure. The liquid crystal and 
the liquid crystal monomer are mixed, a voltage is applied till a maximum transmission factor can be obtained, and en 
electric field is generated In the liquid crystal. 
45 [0036] As a result, the liquid crystal molecules having negative dielectric anlsotropy and the liquid crystal monomer 
are inclined to a certain angle. The liquid crystal monomer 6 as the photo-curing composition having the liquid crystal 
skeletal structure are photo-polymerized and cured by using the ultraviolet rays 1 0. As a result , the liquid crystal skeletal 
structure 55 continuing the main chain 8 is fixed whDe inclined In a predetermined direction. There is thus obtained a 
photo-cured product 

so [0037] A first example of the present invention will be given below. Pixel electrodes each having a TFT transistor, 
and protrusive structures , are formed on one of the substrates . A common electrode and protrusive structures are 
formed on the other substrate. A liquid crystal monoacrylate monomer UCL-001 -K1 , a product of Dai-Nippon Ink Co., 
Is added to a liquid crystal M J-961 213, a product of Merck Japan Ltd., and the mixture is charged between two glass 
substrates. After the mixture is charged, the ultraviolet rays are Irradiated while a voltage is being applied. A cured 

65 mva panel Is fabricated in the state where the liquid crystal skeletal structure la at about 30 degrees to the substrate 
surface In the display region. 

[0030] Here, a polyamic acid material JALS-684, a product of JSR Corp., is used for the alignment film. Protrusive 
structures having a height of 1.5 ^im and a width of 10 Jim are formed on both upper and lower substrates with gaps 
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of 37.5 \xm among them by using a resist LC-200, a product of Shipley Co. A cell thickness is 4.0 |im_ 
[0039] Fig. 6 shows a measurement result of the response time of the liquid crystal molecules by using the addition 
amount of the liquid crystal skeletal structure monomer as a parameter. A slight improvement of the response time 
starts appearing from ttie addition amount of 0.3 wt% In this graph. It can be also appreciated from the graph that the 
s addition amount of about 1 .0 wt% Is necessary to strongly restrict the Inclination direction on the high voltage side, 
too. The value starts saturating at about 2.0 wt%. 

[0040] Fig. 7 shows an absolute transmission factor and contrast relative to the addition amount of the monomer 
measured simultaneously with the measurement of Fig. 6. In the graph, the solid line represents the transmission factor 
in a bright state (applied voltage : 5.5V) and In a dark condition (applied voltage :0V). The dotted line represents the 
10 contrast Both transmission factor and contrast keep high values when the addition amount is up to 1 .5 wt%, but contrast 
drops drastically at 2.0 wt%. Almost all liquid crystal molecules are aligned in the direction of the liquid crystal skeletal 
structure and large scattering is observed at 3.0 wt%. 

[0041] A low concentration of the liquid crystal monomer (photo-cured product) of from 0.3 to 1 .5 wr% may be applied 
to the application where gradation is of importance and a high concentration of 1.5 to 3.0 wt% may be applied to the 

is fields where the response speed is of importance. 

[0042] In a second example of the present invention, rubbing treatment is applied to the surfaces of the upper and 
tower alignment films by using the same flquld crystal material, the same alignment film materia] and the same monomer 
material as those of the first example . After the liquid crystal mixture Is charged, the ultraviolet rays are irradiated while 
a voltage is being applied. The liquid crystal mixture is cured when the liquid crystal skeletal structure reaches about 

20 30 degrees relative to the substrate surface in the display region, thereby giving a panel. Here, the addition amount is 
2.0 wt% and the nibbing treatment is conducted in the following two ways, that is, rubbing anti-parallel between the 
upper and lower substrates and rubbing while its direction is deviated by 90 degrees. The cell thickness is 4.0 |im. The 
result is shown in Fig. 8. The response time is longer in the panel In which rubbing is conducted by deviating the rubbing 
direction by 90 degrees. 

[0043] The 90 degrees deviation corresponds to twist deformation, and anti-parallel deviation corresponds to spray 
deformation. In this way, deformation of the liquid crystal layer is limited to spray or bend other than twist. 
[0044] A third example of the present invention uses a MVA panel in which the materials used and formation condition 
of the protrusive structures and the cell thickness are the same as those of the first example. However, the angle of 
the liquid crystal skeletal structure at the time of curing and the mean tilt angle of the liquid crystal molecules are 
30 changed, and the alignment condition and the degree of scattering due to the polymer are examined. Here, the mean 
tit angle of the liquid crystal molecules is changed through the addition amount of the monomer, and the angle value 
is calculated from the transmission at the time of voltage non-application. 

[0045] Table 1 tabulates the result Here, f*= (P1 + 02)/2. A good alignment/scattering state can be obtained when 
the limit angle (P), the tilt angle of the liquid crystal molecules (0) and the tilt angle of the liquid crystal skeletal structure 
36 (a) satisfy the following relation: 

p-e<e-a 

40 [0046] When the tilt angle of the liquid crystal molecules departs from the alignment film limit angle and comes close 
to the Wt angle of the liquid crystal skeletal structure, the alignment/scattering state gets deteriorated. For, when the 
addition amount of the monomer is increased, scattering by the polymer formed in the ceil strongly appears and at the 
same time, the director of the liquid crystal molecules is disturbed during the formation of the polymer. 

46 [Table 1] 



Angles of liquid crystal skeletal structure and liquid crystal molecules, and alignment/scattering condition 
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[Table 1] (continued) 



Angles of liquid crystal skeletal structure and liquid crystal molecules, end alignment/scattering condition 
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p-e<e-a 
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(Note). O: alignment fair, scattering: nO 






A: alignment: rather bad, scattering: some extent 






x:alig 


nment bad, scattering: many 







[0047] Thus, an embodiment of the present invention can simultaneously Incline the liquid crystal molecules in the 
is display region as a whole, can improve response of the liquid crystal molecules to the electric field and can accomplish 
extremely high-speed response at all gradations while keeping excellent alignment condition. 



Claims 

20 

1. A liquid crystal display device comprising: 

a pair of substrates including a first substrate having pixel electrodes, active devices and an alignment film, 
and a second substrate having an opposing electrode and an alignment film; and 
25 a liquid crystal layer containing nematic liquid crystal molecules and a cu red-product formed three-dimension- 

ally of a composition having a liquid crystal skeletal structure, and sandwiched between the pair of substrates; 

wherein deformation of the liquid crystal layer is art least spray deformation or bend deformation. 

30 2. A liquid crystal display device according to claim 1 , wherein a concentration of the composition is from 0.3 to 3 wt%. 

3. A liquid crystal display device according to claim 1 or 2, wherein at least one of the substrates of the pair of 
substrates has slits of electrodes or protrusions, and at least one of the substrates of the pair of substrates has 
the alignment film tor aligning a major axis cfirection of the liquid crystal molecules substantially vertically to a 

35 surface of the substrate. 

4. A method of producing a liquid crystal display device as claimed ri claim 3 comprising the step of determining the 
concentration of the composition so as to satisfy the following relation when a mean value of an angle described 
between the liquid crystal skeletal structure and the first substrate in a polar angle cfirection is a, pre-tilt angles of 

40 the liquid crystal molecules on interfaces of the first and second substrates are pi and (32, respectively, and a 

mean value of an angle between the liquid crystal molecules and the first substrate Is 0: 

at the time of non -application of a voltage; 

when dielectric anisotropy of the liquid crystal molecules is negative, 

45 

a < 9 < (01 + p2)/2; 
when dielectric anisotropy of the liquid crystal molecules Is positive, 

50 

(pi + P2y2<0< a; 

and 

60 at the time of application of a voltage, 

when dielectric anisotropy of the liquid crystal molecules is negative, 
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(01 + 02)/2-e<e-a; 

and 

when dielectric anisotropy of the liquid crystal molecules Is positive, 

6-(p1 + 02)72 <a-0. 

A liquid crystal display device comprising: 

a pair of substrates including a first substrate having pixel electrodes, active devices and an alignment film, 
and a second substrate having an opposing electrode and an alignment film; and 

a liquid crystal layer containing nematic liquid crystal molecules and a cu red-product formed three-dimension- 
aliy of a composition having a liquid crystal skeletal structure, and sandwiched between the pair of substrates; 

wherein deformation of the liquid crystal layer is at least spray deformation or bend deformation, and a con- 
centration of the composition is from 0.3 to 3 wt% and satisfies the following relation when a mean value of an 
angle described between the liquid crystal skeletal structure and the first substrate in a polar angle direction is a, 
pre-tilt angles of the liquid crystal molecules on interfaces of the first and second substrates are 01 and 02, re- 
spectively, and a mean value of an angle between the liquid crystal molecules and the first substrate is 8: 

at the time of non-application of a voltage; 

when dielectric anisotropy of the Dquid crystal molecules is negative, 

a < 6 < (01 + P2V2; 
when dielectric anisotropy of the liquid crystal molecules is positive, 

(01 + 02)/2<0<a; 

and 

at the time of application of a voltage, 

when dielectric anisotropy of the Dquid crystal molecules is negative, 

(01 + 02)/2-e<e-a; 

and 

when dielectric anisotropy of the liquid crystal molecules is positive, 

e - (01 + 02)/2 < a - 8. 

A liquid crystal display device according to claim 5, wherein at least one of the substrates of the pair of substrates 
has slits of electrodes or protrusions, and at least one of the substrates of the pair of substrates has the alignment 
film tor aligning a major axis direction of the liquid crystal molecules substantially vertically to a surface of the 
substrate. 
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FIG.3 



WrTHOUT APPUCATION OF VOLTAGE 
BETWEEN ELECTRODES 




WITH APPLICATION OF VOLTAGE 




10 



EP 1 170 626 A2 



FIG.4 




<? DIRECTION 
<^ OF DOMAINS 



EP 1 170626 A2 



FIG.5 



r 



BEFORE VOLTAGE APPLICATION 



21 
± 



AFTER PASSAGE OF PREDETERMINED 
TIME FROM VOLTAGE APPUCATION 




INCUNATION PROPAGATION ■ 




12 



EP 1 170 626 A2 



FIG.6 
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